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Amendments to the Spe cification 

Hcase replace paragraph [0050] with the following amended paragraph. 

[OOSO] In ihis example, the alloy contained 4.23 wt.% Si, 4. 1 8 wt.% Cu, 0.33 wt.% 
Mg, 0.12 wt.% Fe, and 0.12 wt.% Ti, the balance aluminum, incidental elements and 
impurities. This alloy was cast and then solution heat treated, quenched as in Example 1, 
and aged at 356'F for 6 hours. The sample was tested and found to have a tensile strength 
of 63 ksi, a yield strength of 59 ksi [, and an elongation of %]. 
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